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(g) A catalyst is prepared by combining a bls(cyctopentadie- 
nyl)zirconium compound which may be represented by one of 
the following general fonmulae: 

{A-Cp)MXiX2 

(A-Cp)MX'iX'2 

(A-Cp)ML: and 

(Cp')(CpR)MXi 
Wherein: 

M is a metal selected from the Group consisting of titanium (Tl). 
zirconium (Zr) and hafnium (Hf); (A-Cp) Is either (Cp)(Cp*) or 
Cp-A'-Cp* and Cp and Op* are the same or different 
substituted or unsubstltuted cyclopentadlenyi radicals; A' Is a 
covaient bridging group containing a Group IV-A element: L is 
an olefin, diolefin or aryne llgand; Xi and X2 are. Independently, 
selected from the Group, consisting of hydride radicals, 
hydrocarbyi radicals, substituted-hydrocarbyl radicals, organo- 
metallold radicals and the like; X'i and X'z are joined and bound 
to the metal atom to form a metaiiacycle. In which the metal. X'i 
and X'2 form a hydrocarbocyclic ring having from about 3 to 
about 20 carbon atoms; and R Is a substltuent on one of the 
cyclopentadlenyi radicals which Is also bound to the metal 
atom. 

with a second compound comprising a cation capable of 
donating a proton and a bulky, labile anion comprising a plurality 



of boron atoms capable of stabilizing the zirconium cation 
■formally having a coordination number of 3 and a valence of +4 
which Is formed as a' result of the combination, said second 
compound having one of the following general formulae: 

[L'-H]l(CX)a(BX')mX"b]c. 
Wherein: 

L'-H Is either H^. ammonium or a substttuted-^mmonlum 
radical having up to 3 hydrogen atoms replaced with a 
hydrocarbyi or substituted-hydrocarbyl radical, a phosphonlum 
or substltuted-phosphonium radical having up to 3 hydrogen 
atoms replaced with a hydrocarisyl or substituted-hydrocarbyl 
radical and the like; B and C are, respecth/ely, boron and 
cart}on; X, X' and X" are radicals selected. Independently, from 
the Group consisting of hydride radicals, hallde radicals, 
hydrocartjyl or substituted-hydrocarbyl radicals, organo-metal- 
ioid radicals and the like; a and b are integers ^ 0; c is an 
integer ^1;a + B + c»an even-numbered integer from 2 to 
about 8, and m Is an Integer ranging from 5 to about 22. 

[L'-Hl[ll(CX3)r(BX4)ni'(Xs)b'lc-l2Mn+]d- 
Whereln: 

L'-H is either H+, ammonium or a substituted-ammonlum 
radical leaving up to 3 hydrogen atoms replaced with a 
hydrocarbyi or substituted-hydrocarbyl radical, a phosphonium 
or substltuted-phosphonium radical having up to 3 hydrogen 
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atoms replaced with a hydrocarbyl or substftuted-hydrocarbyl 
radical and the lil<e; B, C, 1^ and H are. respectively, boron, 
carbon, a transition metal and hydrogen; X3, X4 and Xs are 
radicals selected, independently, from the Group consisting of 
hydride radicals, haiide radicals, hydrocarbyl or substituted-hy- 
drocarbyl radicals, organo-metalloid radicals and the like: a' and 
b' are the same or a different integer g 0; c' Is an integer ^ 2; 
a' + b' + c' = an even-numbered Integer from 4 to about 8; m' 
is an integer from 6 to about 12; n is an integer such that 20*- 
n = d' and d Is an integer > 1. 

Many of the catalysts thus formed are stable and isolable and 
may be recovered and stored. The catalysts may be preformed 
and then used to polymerize olefins or the catalysts may be 
fonned in situ during polymerization by adding the separate 
components to the polymerization reaction. The catalysts will 
be formed when the two components are combined at a 
temperature within the range from about -100°C to about 
300' C. The catalysts thus prepared afford better control of 
polymer molecular weight and are not subject to equilibrium 
reversal. The catalysts thus produced are also less pyrophoric 
than the more conventional Zlegler-Natta olefin polymerization 
catalysts. 
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Description 

CATALYSTS. METHOD OF PREPARING THESE CATALYSTS, AND POLYMERIZATION PROCESSES 
WHEREIN THESE CATALYSTS ARE USED 

This is a Continuatfon-in-Part of U.S. Patent Application Serial No. 011,471, filed January 30, 1987. 
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BACKGROUND OF THE INVENTION 

This Invention relates to compositions of matter useful as catalysts, to a method for preparing these 
catalysts, to a process wherein these compositions of matter are used as catalysts and to polymeric products 
produced with these catalysts. More particularly, this invention relates to catalyst compositions, to a method of 

10 making said catalyst compositions, to a method for polymerizing olefins, dioleflns and/or acetylenically 
unsaturated monomers wherein these catalysts compositions are used, and to polymeric products produced 
with these catalyst compositions. 

The use of soluble Ziegler-Natta type catalysts in the polymerization of olefins Is, of course, well known in the 
prior art. In general, these soluble systems comprise a Group IV-B metal compound and a metal alkyi 

15 cocataiyst. partlculariy an aluminum alkyi cocataiyst A subgenus of these catalysts Is that subgenus 
comprising a bis(cyclopentadienyi) compound of the Group IV-B metals, partlculariy titanium, and an 
aluminum atkyl cocataiyst. While speculation remains conceming the actual structure of the active catalyst 
species in the subgenus of soluble Zlegfer-Natta type olefin polymerization catalysts. It would appear generally 
accepted that the active catalyst species Is an ion or a decomposition product thereof which will alkylate an 

20 olefin in the presence of a labile stabilizing anion. This theory may have first been advocated by Breslow and 
Newburg, and Long and Breslow, as indicated in their respective articles appearing in J. Am. Chem. Soc. 1959, 
Vol. 81, pp. 81-86, and J. Am. Chem. Soc, 1960, Vol. 82, pp. 1953-1957. As indteated in these articles, various 
studies suggested that the active Catalyst species is a titanium-alkyi complex or a species derived therefrom 
when a titanium compound; viz., bis(cyclopentadienyi)tltanlum dihalide, and an aluminum alkyi are used as a 

26 catalyst or catalyst precursor. The presence of ions, all being In equilibrium, when a titanium compound is used 
was also suggested by Dyachkovskii, Vysokomol. Soyed.. 1965. Vol. 7, pp. 114-115 and by Dyachkovskli, 
Shilova and Shilov, J. Polym. Sci., Part C, 1967. pp. 2333-23^. That the active catalyst species Is a cation 
complex when a titanium compound Is used, was further suggested by Eisch et al., J. Am. Chem. Soc, 1985, 
Vol. 107, pp. 7219-7221. 

30 While the foregoing articles teach or suggest that the active catalyst species Is an Ion pair and, particularly 
an Ion pair wherein the metal component Is present as a cation or a decomposition product thereof, and while 
these references teach or suggest coordination chemistry to form such active catalyst species, all of the 
articles teach the use of a cocataiyst comprising a Lewis acid either to form or to stabilize the active ionic 
catalyst species. The active catalyst Is, apparently, formed through a Lewis acld-Lewls base reaction of two 

3$ neutral components (the metallocene and the aluminum alkyi), leading to an equilibrium between a neutral, 
apparently inactive, adduct and an ion pair, presumably the active catalyst. As a result of this equilibrium, there 
Is a competition for the anion which must be present to stabilize the active cation catalyst species. This 
equilibrium is, of course, reversible and such reversal will deactivate the catalyst. Moreover, the catalyst 
systems heretofore contemplated are subject to poisoning by the presence of basic Impurities in the system. 

40 Further, many, if not all. of the Lewis acids heretofore contemplated for use In soluble Ziegler-Natta type 
catalyst systems are chain transfer agents and. as a result, prevent effecth^e control of the product polymer 
molecular weight and product molecular weight distribution. Still further, most, if not all, of the cocateilysts 
heretofore contemplated are highly pyrophoric and, as a result, somewhat hazardous to use. 
The aforementioned catalyst systems have not, generally, been partlculariy active when zirconium or 

45 hafnium is the Group iV-B metal used. Recently, however, It has been found that active Ziegler-Natta type 
catalysts can be fomied when bis (cyclopentadienyi) hafnium and bls(cyclopentadlenyl)zlrconium compounds 
are used with alumoxanes. As is well known, these systems offer several distinct advantages, Including vastly • 
higher catalytic activities than the aforementioned bis (cyclopentadienyi) titanium catalysts and the production 
of polymers with narrower molecular weight distributions than those from conventional Ziegler-Natta catalysts. 

50 These systems remain subject to poisoning when basic Impurities are present and do. however, require an 
undesirable excess of the alumoxane to function efficiently. Moreover, the hafnium containing systems are not 
as active as the zirconium containing systems, at least when used for homopoiymerizatlon. This has been 
suggested by Giannetti, Nicoletti. and Mazzocchi, J. Polym. Sci., Polym. Chem.. 1985. Vol. 23, pp. 2117-2133. 
who claimed that the ethylene polymerization rates of bis(cyclopentadieny]) hafnium compounds were five to 

55 ten times slower than those of similar bi8(cyciopentadienyl)zirconlum compounds while there was little 
difference between the two catalysts In the molecular weight of the polyethylene formed from them. 

In light of the several deficiencies of the coordination catalyst systems heretofore contemplated, the need 
for an improved coordination system which: (1) permits better control of molecular weight and molecular 
weight distribution; (2) Is not subject to activation equilibrium; and (3) does not Involve the use of an 

60 undesirable cocatalysts is believed readily apparent. 
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SUMMARY OF THE INVENTION 

It has now been discovered that the foregoing and other disadvantages of the prior art ionic olefin 
polymerization catalysts can be avoided, or at least reduced, with the Ionic catalysts of the present invention 
and an Improved olefin, diolefin and/or acetylenically unsaturated monomer polymerization process provided 
therewith. It is, therefore, an object of this Invention to provide Improved Ionic catalyst systems useful in the 
polymerization of olefins, diolefins and acetylenically unsaturated monomers. It Is another object of this 
invention to provide a method for preparing such Improved catalysts. It is a further object of this invention to 
provide an Improved polymerization process using such Improved catalysts. It is still another object of this 
Invention to provide such an improved catalyst which Is not subject to Ion equilibrium reversal. It is s:ill a 
further object of this Invention to provide such an Improved catalyst which may permit better control of the 
product polymer molecule weight and molecular weight distribution. It is yet a further object of this Invention to 
provide such an improved catalyst which may be used with less risk of fire. It is even another object of this 
Invention to provide polymeric products produced with these improved catalysts having relatively narrow 
molecular weight distributions and which are free of certain metal Impurities. The foregoing and still other 
objects and advantages of the present Invention will become apparent from the description set forth 
hereinafter and the 'examples Included herein. 

In accordance with the present invention, the foregoing and other objects and advantages are 
accomplished with and by using a catalyst prepared by combining at least two components, the first of which 
is a soluble, bis(cyclopentadienyl)-substituted Group IV-B metal compound containing at least one ligand 
which will combine with a Lewis or Bronsted acid thereby yielding a Group IV-B metal cation and the second of 
which compounds comprises a cation capable of donating a proton and reacting irreversibly with said ligand in 
said Group iV-B metal compound to liberate a free, neutral by-product arid a compatible noncoordinating 
anion comprising a plurality of boron atoms, which compatible noncoordinating anion is stable, bulky and 
labile. The soluble Group IV-B metal compound must be capable of forming a cation formally having a 
coordination number of 3 and a valence of +4 when said ligand Is liberated theref rorh. The anion of the second 
compound must be capable of stabilizing the Group IV-B metal cation complex without interfering with the 
Group iV-B metal cation's or its decomposition product's ability to function as a catalyst and must be 
sufficiently labile to permit displacement by an olefin, a diolefin or an acetylenically unsaturated monomer 
during polymerization. For example, Bochmann and Wilson have reported (J. Chem. Soc, Chem. Comm., 
1986, pp. 1610-1611) that bls(cyclopentadienyI)-titanium dimethyl reacts with tetrafluoroboric acid to form 
bis(cycIopentadienyI)t]tanium methyl tetrafluoroborate. The anion is. however, insufficiently labile to be 
displaced by ethylene. 

DETAILED DESCRIPTION OF THE INVENTION 

As indicated supra, the present invention relates to catalysts, to a method for preparing such catalysts, to a 
method of using such catalysts and to polymeric products produced with such catalysts. The catalysts are 
particularly useful in the polymerization of a-oiefins, diolefins and acetylenically unsaturated monomers. The 
Improved catalysts are prepared by combining at least one first compound which is a bis(cyclopentadienyl) 
derivative of a metal of Group IV-B of the Periodic Table of the Elements capable of forming a cation formally 
having a coordination number of 3 and a valence of -1-4 and at least one second compound comprising a 
cation capable of donating a proton and a compatible noncoordinating anion comprising a plurality of boron 
atoms, which anion is both bulky and labile, and capable of stabilizing the Group IV-B metal cation without 
interfering with said Group iV-B metal cation's or its decomposition product's ability to polymerize a-oIefins. 
diolefins and/or acetylenically unsaturated monomers. 

All reference to the Periodic Table of the Eements herein shall refer to the Periodic Table of the Elements, as 
published and copyrighted by CRC Press, inc., 1984. Also, any reference to a Group or Groups of such 
Periodic Table of the Elements shall be to the Group or Groups as reflected In this Periodic Table of the 
Elements. 

As used herein, the recitation "compatible noncoordinating anion" means an anion which either does not 
coordinate to said cation or which is only weakly coordinated to said cafion thereby remaining sufficiently labile 
to be displaced by a neutral Lewis base. The recitation "compatible noncoordinating anion" specifically refers 
to an anion which when functioning as a stabilizing anion in the catalyst system of this invention does not 
transfer an anionic substituent or fragment thereof to said cation thereby forming a neutral four coordinate 
metailocene and a neutral boron by-product. Compatible anions are those which are not degraded to neutrality 
when the initially formed complex decomposes. 

The Groups IV-B metal compounds, and particularly titanium, zirconium and hafnium compounds, useful as 
first compounds in the improved catalyst of this invention are bis(cyclopentadienyl] derivatives of titanium, 
zirconium and hafnium. In general, useful titanium, zirconium and hafnium compounds may be represented by 
the following general formulae : 



wherein: 

M is a metal selected from the Group consisting of titanium (Ti), zirconium (Zr) and hafnium (Hf): (A-Cp) is 
either (Cp)(Cp*) or Gp-A'-Cp* and Cp and Cp* are the same or different substituted or unsubstituted . 
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1. (A-Cp)MXiX2 

2, (A-Cp)MX^'2 
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cyclopentadienyl radicals, wherein A' is a covatent bridging group containing a Group (V-A element; L is an 
oiefin, dioiefin or aryne iigand; Xi and X2 are, indspendentfy, seiected from the Group consisting of hydride 
radicals, hydrocarbyl radicals having from 1 to about 20 carbon atoms, substltuted-hydrpcarbyl radicals, 
wherein 1 or more of the hydrogen atoms are replaced with a halogen atom, having from 1 to about 20 carbon 

5 atoms, organo-metallold radicals comprising a Group (V-A element wherein each of the hydrocarbyl 
substltuents contained In the organo portion of said organo-metalloid, independently, contain from 1 to about 
20 carbon atoms and the like; X'l and X'2 are joined and bound to the metal atom to form a metailacycie, in 
which the metal, X'l and X'a form a hydrocarbocyciic ring containing from about 3 to about 20 carbon atoms; 
and R is a substituent, preferably a hydrocarbyl substituent, having from 1 to about 20 carbon atoms, on one of 

10 the cyclopentadienyl radicals which is also bound to the metal atom. 

Each carbon atom in the cyclopentadienyl radical may be. independently, unsubstltuted or substituted with the 
same or a different radical selected from the Group consisting of hydrocarbyl radicals, subsiituted-hydrocar- 
byi radicals wherein one or more hydrogen atoms is replaced by a halogen atom, hydrocarbyl-substituted 
metalloid radicals wherein the metalloid Is selected from Group iV-A of the Periodic Table of the Elements, 

15 halogen radicals and the like. Suitable hydrocarbyl and substltuted-hydrocarbyi radicals which hnay be . 
substituted for at least one hydrogen atom in the cyclopentadienyl radical will contain from 1 to about 20 
carbon atoms and include straight and branched alkyi radicals, cyclic hydrocarbon radicals, alkyl-substltuted 
cyclic hydrocarbon radicals, aromatic radicals and alkyl-substltuted aromatic radicals. Similarly, and when Xi 
and/or Xz is a hydrocarbyl or substltuted-hydrocarbyi radical, each me^, independently, contain from 1 to 

20 about 20 carbon atoms and be a straight or branched alkyI radical, a cyclic hydrocarbyl radical, an 
alkyl-substituted cyclic hydrocarbyl radical, an aromatic radical or an aikyl-substituted aromatic radical. ■ 
Suitable organo-metalloid radicals include mono-, dl- and trisubstituted. organo-metallold radicals of Group 
IV-A elements wherein each of the hydrocarbyl Groups contain from 1 to about 20 carbon atoms. Suitable 
organic-metalioid radicals include trimethylsllyl, triethyisilyt, ethyldimethylsliyi, methyidiathylsliyl, triphenylger- 

25 myl, trimethylgennyl and the like. 

Illustrative, but not limiting examples of bis(cyciopentadienyl)zirconium compounds which may be used in 
the preparation of the improved catalyst of this invention are dihydrocarbyl-substltuted bis(cyclopentadle- 
nyl)zirconlum compounds such as bis(cyclopentadlenyl)zirconlum dimethyl, bi8(cyctopentadlenyi)zirconium 
diethyl, bis(cyclopentadlenyl) zirconium dipropyl, bls(cyclopentadienyl)zirconlum dibutyl, bis(cyclopentadie- 

30 nyl)zirconlum diphenyl. bls(cyclopentadlenyl) zirconium dineopentyl, bls(cyclopentadienyl)zirconium dl(m-to- 
lyl), bis(cyclopentadienyl)zlrconlum dl(p-tolyl) and the like; (monohydrocarbyl-substituted cyciopentadie- 
nyOzirconium compounds such as (methylcyciopentadienyl) (cyclopentadienyl) and bis(methylcyclopentadle- 
nyijzirconium dimethyl, (ethyicyclopentadiBnyI)(cyciopentadienyl) and bis(ethylcyciopentadlenyl) zirconium 
dimethyl, (propyIcyciopentadlenyl)(cyclopentadienyl) and. bis(propylcyciopentad!enyI)zlrconium dimethyl, 

35 (n-butylcycio pentadienyl) (cyclopentadienyl) and bls(n-butylcyciopentadienyl) zirconium dimethyl, (t-butylcy- 
ciopentadlenyi) (cyclopentadienyl) and bis(t-butylcyclopentadlenyl)zlrconlum dimethyl, (cyclohexyimethylcy- 
clopentadienyl) (cyclopentadienyl) and bis(cyclohexylmethylcyclopentadlenyi)zlrconlum dimethyl, (benzylcy-. 
clopentadienyl) (cyclopentadienyl) and bis(ben^lcyciopentadienyI)zlrconIum dimethyl, (dlphenylmethylcy- 
clopentadienyl)(cyclopentadienyi) and bis(dipheny1methyIcyclopentadienyl)zirconium dimethyl, (methylcy- 

40 clopentadienyl) (cyclopentadienyl) and bis(methylcyclopentadienyl)zirconium dihydrlde, (ethylcyciopenta 
dienyt) (cyclopentadienyl) and bis(ethylcyclopentadienyi]zirconium dihydrlde, (propylcyclopentadienyl) (cy- 
clopentadienyl) and bis(propylcyclopentadIenyl)zlrconium dihydrlde, (n-butyicyclopentadienyl) (cyclopenta- 
dienyl) and bis(n-butylcyclopentadlenyl) zirconium dihydrlde, (t-butyicyclopentadlenyl) (cyclopentadienyl) and 
bis(t-butyicyclopentadienyl)zirconlum dihydrlde, (cyclohexylmethylcyclopentadlenyl) (cyclopentadienyl) and 

45 bis(cyclohexylmethyIcyclopentad]enyl)zirconium dihydrlde, (benzylcyclopentadlenyl) (cyclopentadienyl) and 
bls(benzylcycIopentadlenyl)zirconium dihydrlde, (diphenylmethylcyclopentadienyl) (cyclopentadienyl) and 
bls(diphenylmethylcycIopentadienyl)zlrconlum dihydrlde and the like; (polyhydrocarbyl-substltuted-cyclopen- 
tadienyl)zirconium compounds such as (dimethylcyclopentadlenyl) (cyclopentadienyl) and bls(dlmethyfcy- 
clopentadienyl)zirconlum dimethyl, (trimethylcyclopentadlenyl) (cyclopentadienyl) and bls(trimethylcyciopen- 

50 tadienyi)zlrconlum dimethyl, (tetramethylcyclopentadienyl) (cyclopentadienyl) and bis(tetramethylcyclopenta- 
dlenyi)zirconium dimethyl, (pennethylcyciopentadienyi) (cyclopentadienyl) and bis(permethylcyciopentadie- 
nyl);:irconium dimethyl, (ethyltetramethylcycIopentadlenyl)(cyclopentadienyi) and bls{ethyitetramethylcy- 
clopentadlenyl) zirconium dimethyl, (indenyi)(cyclopentadleriyl) and bis(indenyi) zirconium dimethyl, (dl- 
methylcyclopentadienyi)(cyciopentadienyi) and bls(dimethylcyclopentadlenyl)zlrconium dihydrlde. (trimethyl- 

55 cyclopentadlehyl) (cyclopentadienyl) and bls(trlmethylcyclopentadlenyl)zlrconlum dlhydride, (tetramethylcy- 
clopentadienyl) (cyclopentadienyl) and bis(tetramethytcyclo pentadienyl) zirconium dihydrlde, (permethylcy- 
clopentadienyl) (cyclopentadienyl) and bis(permethyicycIopentadienyl)zirconlum dlhydride. (ethyltetrametliyl- 
cyclopentadienyl) (cyclopentadienyl) and bis(ethyltetramethylcyclopentadienyl)zlrconlum dihydrlde, (inde- 
nylKcyclopentadtenyl) and bis(indenyi)zirconlum dihydrlde and the like; (metal hydrocarbyi-substituted 

60 cyciopentadienyl)zirconium compounds such as (trimethylsilylcyclopentadienyl) (cyclopentadienyl) and 
bis(irimethyisilylcyciopentadienyl)zirconium dimethyl, (trimethylgermylcyclopentadlenyl)(cyclopentadienyl) 
and bis(trimethylgemiyicyclopentadienyl)zirconlum dimethyl, (trlmethylstannylcyclopentadlenyl)(cyclopenta- 
dier^yi) and bis(trimethyistannylcyclopentadlenyl)zlrconlum dimethyl, (trimethylplumbylcyclopentadlenyl) (cy- 
clopentadienyl) and bis(trlmethylplumbylcyciop6ntadienyl)zirconlum dimethyl, (trimethylsilylcyclopentadle- 

65 nyl) ! cyclopentadienyl) and bis(trimethylsilylcyclopentadlenyl)zIrconlum dihydrlde, (trlmethyigermylcyclopenta- 
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dienyl)(cyclopentadlenyl) and bis(trimethylgermylcyclopentadienyl)zirconium dihydride, itrimethylstannylcy- 
cIop8ntadienyl)(cycIopentadlenyl) and bls(trlmethylstanny!cycIopentadienyl)zirconium dihydride. (trlmelhyl- 
plumbylcyclopentadienyI)(cyc!opentadieny!) and bis(trlmethylplumbylcyclop8ntadienyI)zirconlum dihydride 
and the lil<8:- (halogen-substituted-cyclopentadieneyl) zirconium compounds such as (trifluoromethylcy- 
clopentadienyI)(cyclopentadienyl) and bis(trlfluoromethylGyclopentadlenyI)zlrconium dimethyl, (trifluoro- 5 
methylcycIopentadienyl)(cycIopentadienyI) and bis(trifluoromethylcyciopehtadienyi)zlrconlum dihydride and 
the like; sllyl-substituted bis(cyclQpentadienyl)zlrconium compounds such as bis(cycIopentadlenyI)(trimethyl- 
silyl)(methyl)zlrconlum, bis(cyclopentadienyl)(trlphenylsllyl)(methyl)zlrconlum, bls(cyclopentadienyl)[trls|di- 
methylsilyi)sllyl](methyl)zlrconium, bis(cyclopentadienyl)[bis(mesityl)sflyl](methyl)zlrconium..bls|cyclopenta- 
dienyl)(trlmethyisiiyl)(trimethylsiIyimethyl)zlrconium, bls(cyclopentadienyl)(trimethylsilyO (benzyl) and the lii<e: 10 
(bridge-cyclopentadlenyI)z{rconium compounds such as methylene bis(cyclopentadienyl)zlrconlum dimethyl, 
ethylene bis(cyclopentadienyI)zirconium dimethyl, dimethylsllyl bis(cyclopentadienyl)zirconium dimethyl, 
methylene bis(cyclopentadienyl)zlrconium dihydride, ethylene bis(cyclopentadienyl)zirconium dihydride and 
dimethylsllyl bis(cyclopentadienyl)zircohium dihydride and the like; zirconacycles such as bis(pentamethylcy- 
clopentadlenyl) zirconacyclobutane. bls(pentamethylcyclopentadlenyl) zirconacyclopentane. bis(cyclopenta- 15 
dienyl)zirconaindane and the like; olefin, diolefin and aryne llgand substituted bis(cyciopentadienyi)zirconium 
compounds such as bls(cyclopentadienyi) (1,3-butadiene)zirconium, bis(cyclopentadienyl) (2,3-dimethyl- . 
1,3-butadiene)zirconium, bis(pentamethyIcyclopentadlenyl)(benzyne) zirconium and the like; (hydrocar- 
byl)(hydrtde) bis(cyclopentadienyl)zirconium compounds such as bis(pentamethylcyclopentadlenyI)zlrconium 
(phenyl)(hydride). bls(p6ntamethylcyclopentadienyi)zirconium (methyl) (hydride) and the like; and bls(cy- 
clopentadienyOzlrconlum compounds in which a substituent on the cyclopentadienyt radical Is bound to the . 
metal such as (pentamethyIcyclopentadienyl)(tetramethyIcyclopentadienyimethylene) zirconium hydride, 
(pentamethyicyclopentadienyI)(tetramethylcyclopentadienyimethylene) zirconium phenyl and the like. 

A similar list of illustrative bis(cyclopentadienyi) hafnium and bis{cyclopentadienyl)titanium compounds 
could be made, but since the lists would be nearly identical, to that already presented with respect to 25 
bis(cyclopentadienyl)zirconium compounds, such lists are not deemed essential to a complete disclosure. 
Those skilled in the art, however, are aware that bis(cyclopentadienyl) hafnium compounds and bis(cyclopen- 
tadienyl) titanium compounds according to certain of the bls(cyclopentadlenyl) zirconium compounds listed 
supra are not known. The lists would, therefore, be reduced by these compounds. Other bls(cyclopentadie-' 
nyijhafnium compounds and other bis(cyclopentadienyl)titanium compounds as well as other bls(cyclopenta- 30 
dienyI)zirconium compounds which are useful in the catalyst compositions of this invention will, of course, be 
apparent to those skilled in the art 

Compounds useful as a second component in the preparation of the catalyst of this invention will comprise a 
cation, which is a Bronsted acid capable of donating a proton, and a compatible anton containing a plurality of 
boron atoms, which anion Is relatively large, capable of stabinzing the active catalyst species which is formed 55 
when the two compounds are combined and said anion will be sufficiently labile to be displaced by olefinic, 
diolefinic and acetyienically unsaturated substrates or other neutral Lewis bases such as ethers, nitriles and 
the like. In general, a second compound useful in the preparation of the catalyst of this invention may be any 
compound represented by one of the following general formulae: 

5. [L'-H][(CX)a(BX')mX"b]c- 40 
Wherein: 

L'-H is either H+, ammonium or a substituted ammonium cation having up to 3 hydrogen atoms replaced with a 
hydrocarbyl radical containing from 1 to about 20 carbon atoms or a substltuted-hydrocarbyl radical, wherein 
one or more of the hydrogen atoms is replaced by a halogen atom, containing from 1 to about 20 carbon 
atoms, phosphonium radicals, substituted-phosphonium radicals having up to 3 hydrogen atoms replaced 45 
with a hydrocarbyl radical containing from 1 to about 20 carbon atoms or a substituted-hydrocarbyi radical, . . 
wherein 1 or more of the hydrogen atoms is replaced by a halogen atom, containing from 1 to about 20 carbon 
atoms and the like; B and C are. respectively, boron and carbon; X, X' and X" are radicals selected, 
independently, from the Group consisting of hydride radicals, halide radicals, hydrocarbyl radicals containing 
from 1 to about 20 carbon atoms, substltuted-hydrocarbyl radicals, wherein one or more of the hyrogen atoms 50 
is replaced by a halogen atom, containing from 1 to about 20 carbon atoms, organometalloid radicals wherein 
each hydrocarbyl substitution in the organo portion contains from 1 to about 20 carbon atoms and said metal 
is selected from Group IV-A of the Periodic Table of the Elements and the like; a and b are integers ^ 0; c is an 
integer ^1;a + b + c«an even-numbered Integer from 2 to about 8; and m Is an integer ranging from 5 to 
about 22. 55 

6. [L'-H][[[(CX3)tf(BX4)in'(X5)b']c'-]2l^n4.]d- 
Wherein: 

L'-H is either H+, ammonium or a substituted ammonium radical having up to 3 hydrogen atoms replaced with 
a hydrocarbyl radical containing from 1 to about 20 carbon atoms or a substltuted-hydrocarbyl radical, 
wherein 1 or more of the hydrogen atoms is replaced by a halogen atom, containing from 1 to about 20 carbon 60 
atoms, a phosphonium radical, a substituted-phosphonium radical having up to 3 hydrogen atoms replaced 
with a hydrocarbyl radical containing from 1 to about 20 carbon atoms or a substituted-hydrocarbyl radical, 
wherein 1 or more of the hydrogen atoms is replaced by a halogen atom, containing from 1 to about 20 carbon 
atoms and the like ; B, C, M and H are, respectively, boron ; carbon, a transition metal and hydrogen ; Xa, X4. and 
X5 are radicals selected. Independently, from the Group consisting of hydride radicals, halide radicals, 65 
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hydrocarbyl radicals containing from 1 to about 20 carbon atoms, substltuted-hydrocarbyl radicals, wherein 
one or more of the hydrogen atoms is replaced by a halogen atom, containing from 1 to about 20 carbon 
atoms, organo-metalloid radicals wherein each hydrocarbyl substitution in the organo portion or said 
organo-metalioid contains from 1 to about 20 carbon atoms and said metal is selected from Qroup [V-A of the 

5 Periodic Table of the Elements and the like ; a' and b' are the same or a different integer S; 0; c' Is an integer ^ 
2; a' + b' + c' e an even-numbered integer from 4 to about 8; m' Is an Integer from 6 to about 12; n is an 
integer such that 2c'-n » d; and d is an integer^ 1. 

illustrative, but not limiting, examples of the second compounds which can be used as a second component 
in the catalyst compositions of this Invention are ammonium salts such as ammonium 1-carbadodecaborate 

10 (using 1-carbododecaborate as an illustrative, but not limiting, counterion for the ammonium cations listed 
below): monohydrocarbyl-substituted ammonium salts such as methylammonlum 1-carbododecaborate, 
ethylammonium 1-carbadode caborate, propylammonlum 1-carbadodecaborate, Isopropylainmonlum 1-car-. 
badodecaborate, (n-butyl)ammonium 1-carbadodecaborate, aniiinium l-carbadodecaborate, and (p-tolyl)am- 
monium 1-carbadodecaborate and the like; dihydrocarbyl-substltuted ammonium salts such as dlmethyiam- 

1S monium 1-carbadodecaborate, diethyiammonlum 1-carbadodecaborate, dlpropylammonium 1-carbadodeca- 
borate, diisopropylammonium 1-carbadodecaborate, dl(n-butyi)ammonium 1-carbadodecaborate, dlpheny- 
iammonlum 1-carbadodecaborate, dl(p-tolyl)ammonlum 1-carbadodecaborate and the like; trihydrocarbyl- 
substituted ammonium salts such as trimethyiammonlum 1-carbadodecaborate, triethylammonfum 1-carba- . 
dodecaborate. tripropylammonium 1-carbadodecaborate, trl(n-butyl) ammonium 1-carbadodecaborate, 

20 triphenylammonlum 1-carbadodecaborate, tri{p-tolyl)ammonium 1-carbadodecaborate. N.N-dimethylaniIihium 
1-carbadodecaborate, N,N-dlethylanllinlum 1-carbadodecaborate and the like. 

illustrative, but not limiting examples of second compounds con'espondlng to Formula 6 [using 
tri(n-butyl)ammonium as an illustrative, but not limiting, counterion for the anions listed below] are salts of 
anions such as bis[tri(n-butyl)ammonium] nonaborate, bis[tri(n-butyl) ammonium] decaborate. bls[tri(n-bu- 

25 tyl)ammonium]undecaborate, bIs[tri(n-butyl)ammonium] dodecaborate, bis [tri(n-butyl) ammonium] decachlo- 
rodecaborate, bis[tri(n-butyI)ammonlum]dodecachiorododecaborate, [tri(n-butyl)ammonlum 1-carbadeca- 
borate, tri(n-butyl)ammomum 1-carbaundecaborate, tri(n-butyl)ammonlum 1-carbadodecaborate, trl(n-bu- 
tyl)ammonium 1-trimethylsilyi-1-carbadecaborate, tri(n-buty!)ammonium dibromo-1-carbadodecaborate and 
the like; borane and carborane complexes and salts of borane and carborane anions such as decaborane(14)i 

30 7,8-dicarbaundecaborane(13). 2,7-dlcarbaundecaborane(13), undecahydrido-7,8-dimethyl-7,8-dicarbaunde- 
caborane, dodecahydrldo-11-methyl-2.7-dicarbaundecaborane, trl(n-butyl)ammonium undecaborate(14). 
tri(n-butyl)ammonlum 6-carbadecaborate(12), tri(n-butyl)ammonium 7-carbaundecab6rate(13), trl(n-bu- 
tyl)ammonium 7,8-dicarbaundecaborate(12), tri(n-butyl)ammonium 2,9-dlcarbaundecaborate(12). tri(n-bu- 
tyljammonium dodecahydrido-8-methyl-7,9-dicarbaunde caborate, tri(n-butyl)ammonium undecahydrldo- 

35 8-ethyl-7,9-dicarbaundecaborate, trl(n-butyl)ammonlum undecahydrido-8-butyl-7,9-dlcarbaundecaborate, 
tri(n-butyl)ammonium undecahydrido-8-ally!-7,9-dIcarbaundecaborate, tri(n-butyl)ammonium undecahydrldo- 
9-trimethylsilyl-7,8-dlcarbaundecaborate, trl(n-buty1)ammonlum undecahydrido-4,6-dlbromo-7-carbaundeca- 
borate and the like; boranes and carboranes and salts of boranes and carboranes such as 4-carbanonabo- 
rane(14). 1.3-dicarbanonoborane(13), 6,9-dicarbadecaborane(14), dodecahydrido-1-phenyl-1.3-dlcarbanona- 

40 borane, dodecahydrido-1 -methyI-1 ,3-dicarbanonaborane, undecahydrido-1 ,3-dimethyl-1 ,3-dicarbanonabo- 
rane and the like. 

Illustrative, but not limiting, examples of second compounds conresponding to Formula 6 [using 
tri(n-butyl)ammonium as an illustrative, but not limiting, counterion for the anions listed below] are salts of 
metallacarborane and metaliaborane anions such as tri(n-butyl)ammonium bls(nonahydrido-1,3-dlcarbanona- 

46 borate) cobaltate(lll), tri(n-butyi)ammonium bls(undecahydrldo-7,8-dlcarbaundecaboralo)fen^te(lll). tri(n-bu- 
tyl)ammonlum bls(undecahydrido-7,8-dicarbaundecaborato)cobaltate(lll), tri(n-butyl) ammonium bls(undeca- 
hydrido-7,8-dicarbaundecaborato) nickelate(lll), trl(n-butyi)ammonium bls{undecahydrldo-7,8-dicarbaunde- 
cabprato) cuprate(ili), tri(n-buty!)ammonlum bls(undecahydrido-7,8-dlcarbaundercaborato)aurate(lll), 
tri(n-butyl)ammonium bis(nonahydrido-7,8-dimethyl-7,8-dicarbaundecaborato)-fen^te(lil), tri(n-butyl) am- 

50 monium bis(nonahydrido-7,8-dlmethyl-7,8-dlcarbaundecaborato) chromate(lll). ti1s(n-butyl)ammonlum bls(tri- 
bromooctahydrido-7,8-dicarbaundecaborato)cobaltate(lll), tri(n-butyl)ammonium bls(dodecahydridodlcarba- 
dodecaborate)cobaitate(iil), bis[tri(n-butyl)ammonlum] bis(dodecahydridodecaborato) nlckelate(ll), tris- 
[trl(n-butyl)ammonium] bis(undecahydrido-7-carbaundecaborato)chromate(lll), bis[trl(n-butyl) ammonluml 
bis{undecahydrido-7-carbaundecaborato)manganate(IV), bls[tri(n-butyi)ammonlum] bls(undecahydro-7-car- 

55 baundecaborato) cobaitate(lil), bis[trl(n-butyl)ammonium] bls(undecahydrfdo-7carbaundecaborato)nlcke- 
late(tV) and the like. A similar list of representative phosphonium compounds could be recited as illustrative 
second compounds, but for the sake of brevity, it Is simply noted that the phosphonium and 
substrtuted-phosphonium salts con-esponding to the listed ammonium and substituted-ammonium salts could 
be used as second compounds in the present invention. 

60 in general, and while most first components identified above may be combined with most second 
components identified above to produce an active olefin polymerization catalyst, It is Important to continued 
polymerization operations that either the initial^ formed metal cation or a decomposition product thereof be a 
relatively stable olefin polymerization catalyst. It Is also Important that the anion of the second compound be 
stable to hydrolysis when an ammonium salt Is used. Further, It is important that the acidity of the second 

65 component be sufRcient, relative to the first, to facilitate tiie needed proton transfer. Conversely, the basicity 
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of the metal complex must also be sufficient to facilitate the needed proton transfer, uertein metallocene 
compounds-using bis(pentamethylcyclopentadienyi)hafnium dimethyl as an Illustrative, but not limitt^ 
example-are resistant to reaction with all but the strongest Bronsted acids and thus are not suitable as firat 
components to fomi the catalysts described herein, in general. bis(cyciopentadlenyl)metal compounds whWh 
can be hydrolyzed by aqueous solutions can be considered suitable as first components to form the catalysts 

WtfSSto the combination of the desired cation and the stabilizing anion to form an active catalyst of 
the present invention, it should be noted that the two compounds combined for preparation of the active 
catalyst must be selected so as to ensure displacement of the anion by monomer or another neutral Lewis 
base This could be done by steric hindrance, resulting from substitutions on the cyolopentadienyl carbon 
atoms as well as from substitutions on the anion itself. The use of perhydrooarbyl-substituted cyclopentadienyl 
metal compounds and/or bulky second components does not generally prevent the desired combination and, 
in fact, generally yields more labile anions. It follows, then, that metal compounds (firet components) 
comprising perhydrocarbyl-substltuted cyolopentadienyl radicals could be effectively used wHh a w^fer range • 
of second compounds than could metal compounds {first components) compnsmg unsubstrtuted is 
cyolopentadieny radicals. In fact, first compounds comprising perhydrocarbyl-substltuted cyciopentad.enyl 
radicals would, generally, be effective when used In combination with second components having both larger 
and smaller anions. As the amount and size of the substitutions on the cyciopentadienyi radicals are reduced, 
however more effective catalysts are obtained writh second compounds containing larger anions, sucn as 
those ei^compassed by Equation 6 above and those having larger m values in Equation 5. In these cases.^t is 
further preferable that in using second compounds which are encompassed by Equation 5. a + b + c - d. 
Second compounds in which a + b + c = even-numbered integers of 4 or more have acidic B-H-B moieties 
which can react further with the metal cation formed, leading to catalyBcally inactive compounds. 

In general, the catalyst can be prepared by combining the two components in a suitaiile solvent at a 
temperature within the range from about -lOCC to about WC. The catalyst may be used to PoVmerize 
a-olefins and acetylenically unsaturated monomers having from two to about eighteen carbon ato^^^ 
diolefinshavingfrom four to about eighteencarbon atoms eltheralone or In combination. The catah^nwy^ 
be used to polymerize a-olefins. dioleflns and/dr acetylenically unsaturated monomers in combination wim 
other unsaturated monomers. In general, the polymerization will be accomplished at conditions we« knownm 
the prior art for the polymerization of monomers of this type. It will, of course, be appreciated that the cata^ 
sytem will fomi In situ if the components thereof are added directly to the polymerization Process and a 
suitable solvent or diluent Is used in said polymerization process. It is. however, prefen-ed to form the cata^st 
in a separate step prior to adding the same to the polymerization step. While the catalysts do not contain 
pyrophoric species, the catalyst components are sensitive to both moisture and oxygen and should be 
handled and transfen-ed in an inert atmosphere such as nitrogen, argon or helium. 

As indicated supra, the improved catalyst of the present invention will, generally, be prepared in a suitable 
solvent or diluent. Suitable solvents or diluente Include any of the solvents known in the pnor art ^ be useful as 
solvents in the polymerization of olefins. Suitable solvents, then. Include, but are not necessarily limited to 
straight and branched-chain hydrocarbons such as isobutane, butane, pentane. hexane. heptane, octane and 
the like cyclic and alicyclic hydrocartDons such as cyclohexane. cydopentane. methylcyclohexane. 
methy'cydoheptane and the like and aromatic and alkyl substituted aromatic compounds such as benzene, 
toluene, xylene and the like. Suitable solvents also indude basic solvents not heretofore useful as 
polymerization solvents when conventional Ziegler-Natta type polymerization catalysts are used such as 
chlorobenzene. dichioromethane and propyl chloride. , , „ j .u«4 fho t«,r. m 

While the inventors do not wish to be bound by any particular theory, it is believed that wher^ the two 45 
compounds used to prepare the improved catalysts of the present invention are combined in a suitable solvent 
or diluent, all or a part of the cation of the second compound (the proton) combines with one of the 
substrtuents on the metal-containing (first) component. In the case where the first f oi^Pons"* ^'^^f J^^];^"^ 
corresponding to that of general formula 1 supra, a neutral compound Is liberated wrtiich either, remains in 
sdution or is liberated as a gas. In this regard. It should be noted that if the cation of the second compound tea 
proton and either Xi or X2 in the metal containing (first) compound is a hydride, hydrogen 9^ may be 
liberated. Similarly. If the cation of the second compound is a proton and either Xi or Xa Is a methyl raaicai. 
methane may be liberated as a gas. In the cases where the first component has a formula corresponding to 
those of general formulae 2, 3 or 4. one of the substituents on the metal-containing (first) coinponent is 
protonated but, in general, no substituent is liberated from the metal. It Is preferred that the ratio of metel 
containing (first) component to second component cations be about 1 :1 or greater. The conjugate base of the 
cation of the second compound, if such a portion does remain, will be a neutral compound which will remain in 
solution or complex with the metal cation formed, though. In general, a cation is chosen such that any b'"°J"g 
of the neutral conjugate base to the metal cation will be weak or nonexistent. Thus, as the steric bulk of trtis 
conjugated base Increases, it wHI. simply, remdn hi solution without interfering with the active catalyst. For 
example. If the cation of the second compound is an ammonium ion. this Ion will liberate a hydrogen atom 
virtilch may then react as In the case wrtien the hydrogen atom was the cation to form gaseous rtnarog&n. 
methane or the like and the conjugate base of the cation wiU be ammonia. In like fashion, if the cation of the 
second compound were a hydrocarbyl-substituted ammonium ion containing at least one hydrogen atom, as is 
essential to the present Invention, the hydrogen atom would be given up to react in the same fashion as when 
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hydrogen were the cation and the conjugate base of the cation would be an amine. Further, If the cation of the 
second compound were a hydrocarbyl-substltuted phosphonium ion containing at least one proton, as is 
essential to the present Invention, the conjugate base of the cation would be phosphlne. 
While still not wishing to be bound by any particular theory, it is also believed that when the metal containing 

5 (first) component has reacted with the second component, the non-coordinating anion originally contained in 
the second compound used in the catalyst preparation combines with and stabilizes either the metal cation, 
fomfialiy having a coordination number of 3 and a +4 valence, or a decomposition product thereof. The cation . 
and anion will remain so combined until the catalyst is contacted with one or more olefins, diolefins and/or 
acetylenicaliy unsaturated monomers either alone or in combination with one or more other monomers. As 

10 indicated supra, the anion contained in the second compound must be sufficiently labile to permit rapid 
displacement by an olefin, a diolefin or an acetylenicaliy unsaturated monomer to facilitate polymerization. 

As Indicated supra, most first compounds identified above will combined with most second compounds 
identified above to produce an active catalyst, particularly an active polymerization catalyst. The actual active . 
catalyst species is not, however, always sufficiently stable as to permit its separation and subsequent 

15 Identification. Moreover, and while many of the Initial metal cations are relatively stable, It has become apparent 
that the Initially formed metal cation may decompose yielding either an active polymerization catalyst species . 
or a catalytically inactive species. Most decomposition products are, however, cataiyticaily active. While the 
inventors still do not wish to be bound by any particular theory. It is believed that the active catalyst species 
which have not been isolated, including active decomposition products, are of the same type as those which 

20 have been Isolated and fully characterized or at least retain the essential structure risquired for functioning as a . 
catalyst such as a reactive metal-carbon bond. 

While still not wishing to be bound by any particular theory and as indicated supra, it is also believed that the 
extent and nature of the substitution on the cyclopentadlenyl ring dictates the size of the stabilizing anion 
needed to generate a particularly active olefin polymerization catalyst. In this regard. It is believed that as the 

25 number of substituents on the cyclopentadienyl radical in the metaliocene cation are decreased from 5 to 0, a 
given anion will become increasingly less labile. Thus, it Is suggested that as the number of substituents on the . 
cyclopentadienyl radical In the metaliocene cation are reduced from 5 to 0, larger or less reactive anions 
should be used to ensure lability and allow for the generation of a particularly active catalyst species. 
Consistent with the foregoing, stable, Isolable, characterizible olefin polymerization catalysts have been 

30 prepared when bls(permethylcyclopentadienyl)zlrconium dimethyl has been combined with and reacted wRh 
tri(n-butyl)ammonium 7,8-dicarbaundecaborate(12) or 7,8-dicarbaundecaborane(13). A stabie. isolable, olefin 
polymerization catalyst has also been prepared when bis(ethyltetramethylcyclopentadienyl)zirconium dimethyl 
has been combined with 7,8-dlcarbaundecaborane(13). In each of these cases, the stable polymerization 
catalyst was prepared by adding the reactants into a suitable solvent or diluent at a temperature within the ' 

35 range from about -100^ C to about 300^ C. Based on this and other information available to the Inventors, it 
appears clear that isolable and characterizable polymerization catalysts can also be prepared when a 
bls(perhydrocarbyl-substituted cyclopentadienyl) metal compound is combined with any one or more of the 
second compounds Identified above. Also, active, but unlsolated polymerization catalysts are prepared when 
bis(cyclopentadienyi) zirconium compounds containing less than five hydrocarbyl-substitutions on each 

40 cyclopentadienyl radical are reacted with a suitable second compound, wrthln the scope of the present 
invention, containing a cation capable of donating a proton and an anion capable of stabilizing the metaliocene 
cation and sufficiently labile to be displaced by an olefin, a diolefin or an acetylenicaliy unsaturated monomer 
during polymerization, particularly those second compounds having the larger anions. 
The chemical reactions which occur may be represented by reference to the general formulae set forth 

45 herein as follows: 
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A. (A.Cp)MX^X2+CL'-H]*[B']" 



B. (A-Cp)MX',X'2+EL*-H]*tB'r 



~> C(A-Cp)MX^]*[B']%HX2+L' or 
* [(A-Cp)MX2]*CB']%HX,+L' 

~> C(A-Cp)MXv|x'2"^^t^'^"+'-' 
[{A.Cp)Mp^'^H]'"[B*]%L' 



10 



5 



C. (A«Cp)ML+[L*-H3*[B*]' 



~> [(A-Cp)M(LH)]"^[B']"+L'. 



15 



D. (Cp)(RCp*>MX,+tL'-H]*CB'] 



~> [(Cp)(HR-Cp*)MX,]*CB']%L' or 



20 



[(Cp)(R-Cp*)^ir[B;]%HX,+L* 



JS5 



In the foregoing reaction equations, the letters A-D correspond to the numbers 1-4. respectively, set forth in 
combination with the general equations for useful metallocene compounds. B' represents a compatible ion 
corresponding to the general formulae outlined In fomiulae 5 and 6 above. The reaction of each of the four . 
classes of metallocenes with N.N-dimethy!anllinlum bis(7,8-dicarbaundecaborato)cobaltate(lll) has been 30 
examined by solution 1 H NMR or ^^c NMR spectroscopy. In each case, products confomiing to those outlined 
above were observed. 

In general, the stable, isolable catalysts formed by the method of this invention may be separated from the 
solvent and stored for subsequent use. The unisolated catalysts, however, will, generally, be retained in 
solution until ultimately used In the polymerization of olefins. Alternatively, any of the catalysts prepared by the 35 
method of this invention may be retained in solution for subsequent use or used directly after preparation as a 
polymerization catalyst Moreover, and as indicated supra, tiie catalysts may be prepared in situ by passing the 
separate components into the polymerization vessel where the components will be contacted and react to 
produce the improved catalyst of this invention. 

In general, and as Indicated supra, the improved catalyst of this Invention will polymerize olefins, diolefins ^ 
and/or acetylenically unsaturated monomers either alone or in combination with other olefins and/or other 
unsaturated monomers at conditions well known in the prior art for conventional Ziegler-Natta catalysis. In the 
polymerization process of this invention, the molecular weight appears to be a function of both catalyst 
concentration, polymerization temperature and polymerization pressure. In general, the polymers produced 
with the catalyst of this Invention, when produced in an atmosphere free of hydrogen or other chain ^ 
terminating agents, will contaun terminal unsaturation. 

The polymer products produced with the catalyst of this invention will, of course, be free of certain trace 
metals generally found In polymers produced In Ziegler-Natta type catalysts such as aluminum, magnesium, 
chloride and the like. The polymer products produced with the catalysts of this invention should then have 
broader range of applications than polymers produced with more conventional Ziegler-Natta type catalysts ^ 
comprising a metal alkyi, such as an aluminum aikyl. 

PREFERRED EMODIMENT OF THE INVENTION 

in a preferred embodiment of the present invention, a polymerization catalyst will be prepared by combining 
a bis(cyclopentadienyl) compound of one of the Group IV-B metals, most preferably a bis(cyclopentadle- 55 
ny!)zlrconium or bls(cyclopentadienyl)hafnium compound, containing two Independently substituted or 
unsubstituted cyciopentadienyl radicals and two lower aikyl substituents or two hydrides with one of the 
following: 

(1). A trisubstltuted ammonium salt of a borane or carborane anion satisfying the general formula: 



Wherein: 

B. C, and H are, respectively, boron, carbon and hydrogen; 
ax Is either 0 or 1; cx Is eltiier 1 or 2; ax + cx = 2; and 
bx is an Integer ranging from 10 to 12. 
(2). A trisubstituted ammonium salt of a borane or carborane anion or a neutral borane or carborane ^ 



7. [(CH)ax(BH)bx]ex- 
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compound satisfying the general formula: 

8. [(CH)ay(BH)myHbyJcy- 

wherein: 

B, C and H are, respectively, boron, carbon and hydrogen; 
5 ay Is an integer from 0 to 2; by is an Integer from 0 to 3; 

cy is an integer from 0 to 3; ay + by - cy « 4; and my Is an integer from 9 to 18. 

(3). A trisubstltuted ammonium salt of a metallaborane or metallacarborane anion satisfying the general 
formula: 

9. [[[|CH)az(BH)mzHt«]cz.]2MZftt+]dz- 
10 Wherein: 

B, C, H and MZ are, respectively, boron, carbon, hydrogen and a transition metal; az is an Integer from 0 to 2; • 
bz is an integer from 0 to 2; cz Is either 2 or 3; 

mz is an integer from 9 to 11; az + bz + cz «= 4; and nz and dz are, respectively, 2 & 2 or 3 & 1. 
Each of the trisubstitutions In the ammonium cation will be the same or a different lower alky! or aryl radical. 

15 By lower alkyi Is meant an aikyi radical containing from one to four carbon atoms. In a most preferred 
embodiment of the present invention wherein an anion represented by Formuia 7 is used, bistpentamethylcy- 
clopentadlenyl]zircon!um dimethyl will be combined, with tri(n-birtyl)ammonium 1-carbaundecaborate to 
produce a most preferred catalyst. In a most preferred embodiment of the present im/ention wherein an anion 
represented by Formula 8 is used, bis(p6ntamethylcyclopentadienyl)zirconlum dimethyl will be combined with 

20 7,8-dicarbaundecaborane(13) to produce a most prefen-ed catalyst. In a most preferred embodiment of the 
present invention wherein an anion represented by Fomiula 9 Is used, bis(cyclopentadlenyl)zlrcon}um or 
-hafnium dimethyl will be combined with N,N-dimethylanillnium bls(7.8-dlcarbaundecaborato) cobaltate(ill) to 
produce a most preferred catalyst. In a preferred embodiment of this invention, the two components used to 
prepare the catalyst will be combined at a temperature within the range from about 0°C to about 100*C. The 

25 components will be combined, preferably, In an aromatic hydrogen solvent, most preferably toluene. Nominal 
holding times within the range from about 10 seconds to about 60 minutes will be sufficient to produce both 
the prefen-ed and most preferred catalysts of this Invention. 

in a preferred and most prefen^d embodiment of this Invention, the catalyst, immediately after formation, 
wilt be used to polymerize one or more lower a*oIefins, particularly ethylene and propylene, most preferably 

30 ethylene, at a temperature wHhln the range from about O^C to about iOO'^C and at a pressure within the range 
from about 15 to about 500 psig. The monomers will be maintained at polymerlzatlbn conditions for a nominal 
holding time within the range from about 1 to about GO minutes and the catalyst will be used at a concentration 
within the range of about 10-^ to about 10-^ moles per liter of solvent or diluent, 
leaving thus broadly described the present Invention and a prefen-ed and most preferred embodiment 
^ 35 thereof, It is believed that the same will become even more apparent by reference to the following examples. It 
will be appreciated, however, that the examples are presented solely for purposes of illustration and should 
not be construed as limiting the invention. In the examples wherein an active catalyst was isolated and 
Identified, the analysis was by solid-state NMR spectroscopy and solution NMR spectroscopy. 

40 EXAMPLE 1 

in this example, an active olefin polymerization catalyst was prepared and isolated by combining 1.0 g of 
bls(pentam6thylcyclopentadienyl)zirconium dimethyl in 50 ml of toluene and then adding 0.82 g of 
tri(n-butyl)ammonium 7,8-dlcarbaundecaborate(12). The mixture was stirred at room temperature for 30 
minutes, the solvent was evaporated to half its original volume and penteuie added to the point of cloudiness. 
45 After cooling at -20'' C overnight, a yellow solid was filtered off. washed with pentane aind dried. The yield of . 
active catalyst was 0.76 g. A portion of this product was analyzed and identified as bIs(pentamethylcyclopenta- 
dienyj)(dodecahydrido-7.8-dlcarbaundecaborato)zirconlum. 

EXAMPLE 2 

50 In this example, an active olefin polymerization catalyst was prepared by dissolving 1.2 g of 
bis(pentamethylcyclopentadienyl)zlrconium dimethyl in 100 mi pentane and then adding dropwise 5 ml of a 
toluene solution containing 0.38 g of 7,8-dlcarbaundecaborane(13). A bright yellow solid precipitated from, 
solution. After thirty minutes, the solid was filtered off, washed with pentane and dried. The yield of product 
was 0.95 g. A portion of the product was analyzed and Identified as bis(pentamethylcyciopentadie- 

55 nyl)methy{(dodecahydrido-7,8-dicarbaundecaborato) zirconium, the same active catalyst produced in 
Example 1. 

EXAMPLE 3 

In this example, an active olefin polymerization catalyst was prepared by dissolving 0.425 g of 
60 bis(ethyltetramethylcyciopentadienyi)zirconium dimethyl In 60 ml of pentane and adding dropwise 5 mi of a 
toluene solution containing 0.125 g of 7,8-dicari3aundecaborane(13). A bright yellow solid precipitated from . 
solution. After fifteen minutes, the solid was filtered off, washed with pentane and dried. The yield of product 
was 0.502 g. A portion of the product was analyzed and Identified as bis(ethyitetramethylcyciopentadie- 
nyi)methyl(dodecahydrido-7.8-di-carbaundecaborato)zlrconium. 
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EXAMPLE 4 

In this example, ethylene was polymerized using a portion of the catalyst produced in Example 2 by . 
dissolving 50 mg of the catalyst In 100 ml of toluene and transferring the catalyst solution under a nitrogen 
atmosphere into a stirred, steel 1 liter autoclave which was previously flushed with nitrogen. The autoclave v/as 
pressured with 300 psig ethylene and stinted at 60** C. After thirty minutes, the reactor was vented and opened. 5 
The yield of linear polyethylene fbnned was 22.95 g. 

EXAMPLES 

In this example, ethylene was polymerized with the catalyst produced in Example 3 by dissolving 50 mg of 
the catalyst in 100 ml of toluene and transferring the catalyst solution under a nitrogen atmosphere info a 10 
stirred, steel 1 liter autoclave which was previously flushed with nitrogen. The autoclave was pressured with . 
400 psig ethylene and stinted at 40° C. After one hour, the reactor was vented and opened. The yield of linear 
polyethylene formed was 74.6 g. 

EXAMPLE 6 15 

In this example, ethylene was again polymerized with a portion of the catalyst produced in Example 2 by 
dissolving 75 mg of the catalyst In 100 ml of chlorobenzene and transfen'ing under a nitrogen atmosphere into 
a stirred, steel 1 liter autoclave which was previously flushed with nitrogen. The autoclave was pressured with 
ISO psig ethylene and stirred at 40° C. After twenty minutes, the reactor was vented and opened. The field of 
linear polyethylene formed was 3.3 g. 20 

EXAMPLE 7 

In this example, ethylene was polymerized with an active catalyst formed in situ by dissolving 80 mg of 
bis(pentamethylcyclopentadtenyl)zlrconIum dimethyl and 35 mg of 1,2-dicarbaundecaborane(13) in 20 ml of 
dichloromethane. Ethylene was then bubbled through the solution at atmospheric conditions for one minute 25 
and the slurry then poured into an excess of ethanol. The polyethylene formed was filtered off. washed with 
water and acetone and dried. The yield of polyethylene was 1.6 g. 

EXAMPLE 8 

in this example, an active catalyst was prepared by reacting bis(pentamethylcyclopentadienyl)zirconium 30 
dimethyl (46 mg) with octadecaborane(22) (20 mg) in toluene (5 ml). There was considerable gas evolution. On 
passing ethylene through the solution for one minute, the solution grew hot. The vial was opened and acetone 
added to precipitate the polymer, which was filtered off. washed with acetone, and dried. The yield of polymer 
Isolated was 0.32 g. 



EXAMPLE 9 



35 , 



In this example, an active catalyst was prepared by reacting bis(pentamethylcyclopentadrenyl)zirconium 
dimethyl (40 mg) with tri(n-butyI)ammonlum tridecahydrido-7-carbaundecaborate (30 mg) in toluene (50 ml) in 
a serum-capped round-bottomed flask. The solution turned from coloriess to orange-yellow. On passing ( 
ethylene through the solution for 1 minute, the solution grew hot as polymer precipitated from solution. 40 . 

EXAMPLE 10 

In this example, an active catalyst was prepared In an NMR tube by combining 50 mg of 
bis(pentamethylcyclopentadienyl) zirconium dimethyl and 40 mg of tri(n-butyl) ammonium 1-carbadodecabor- 
ate in 1 ml of hexadeuteriobenzene and placing the solution into the NMR tube. The disappearance of starting 46 
material was then observed by NMR spectroscopy and when the starting materials had disappeared 
ethylene was injected Into the NMR tube. Solid polymer precipitated from the solution. 

EXAMPLE 11 

In this example, an active catalyst was again prepared in an NMR tube by dissoh^ng 100 mg of SO 
bist1,3-bis(trimethylsilyl) cyclopentadienyllzlrconium dimethyl and 60 mg of tri(h-butyl) ammonium 1-carba- 
dodecarborate in 1 ml of hexadeuteriobenzene and then placing the solution Into the NMR tube. The 
disappearance of starting materials was observed in the NMR spectrum. When all of the starting zirconium 
compound had disappeared, ethylene was Injected into the tube and solid polymer precipitated from solution. 



S5 



EXAMPLE 12 

In this example, an active catalyst was again formed in an NMR tube by dissolving 100 mg of 
(pentamethyicyclopentadienyl) [1,3-bis(trimethylsilyl)cyciopentadienyl]zlrconium dimethyl and 70 mg of 
tri(n-butyI)ammonium 1-carbadodecaborate in 1 ml of hexadeuteriobenzene and then placing the solution in 
the NMR tube. Disappearance of starting material was followed by NMR spectrum and when all of the 
starting zirconium compound had disappeared ethylene was Injected into the tube. Solid ethylene polymer 
then precipitated from solution. 
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EXAMPLE 13 

In this example, an active catalyst was prepared by suspending 80 mg bls(pentamethyIcyclopentadiGnyl)zir- 
conium dimethyl and 50 mg of bl8[tri(n-butyl)ammonlum]dodecaborate In 7 ml of toluene In a serum capped 
vial. On mixing, the suspension turned from colorless to yeiiow-greerf. Bubbling ethylene through the solution 
5 for 30 seconds caused a white polymer to form as the solution became wanm. The vial was opened and the 
polymer precipitated with ethanol. The yield of polyethylene was 0.13 g. • . . 

EXAMPLE 14 

In this example, an active catalyst was prepared by reacting bls(pentamethylcyclopentadlenyl)zlrconium 
10 dimethyl (45 mg) with trl(n-butyl)ammonIum undecahydrido-1-carbaundecaborate (30 mg) in toluene (5 ml) in 
a serum-capped vial. The solution turned from colorless t yellow. On passing ethylene through the solution for 
30 seconds, the solution grew hot as polymer precipitated. 

EXAMPLE 15 

15 in this example, an active catalyst was prepared by suspending 80 mg of bls(pentamethylcyclopentadie- 
nyl)zirconium. dimethyl and 90 mg of N.N-dimethyianiilnium bis(7.&>dicarbaundecaborato)c6baltate(lll) in 5 ml 
of toluene in a serum-capped vial. The yellow solution tumed organe-vioiet with gas evolution. On passing 
ethylene through the solution for 30 seconds, the solution turned deep violet with considerable evolution of 
heat and became viscous. The vial was opened and the solids precipitated with ethanol. These were washed 

20 with 100/0 aqueous sodium hydroxide solution, ethanol, acetone and hexane. The yjeid of polyethylene was 
0.41 g. 

EXAMPLE 18 

In this example, an active catalyst was prepared by reacting bis(pentamethy!cyclopentadlenyl)zfrconlum 
25 dimethyl (40 mg) with N,N-dlmethylanllinlum bls(7,8-dlcarbaundecabbrato)ferrate(lH) (45 mg) in toluene (10 
ml) in a serum-capped vial. On passing ethylene through the solution, the mixture grew hot as polymer formed. 
The vial was opened and the contents diluted with acetone, then filtered and dried. The yield of polymer 
Isolated with 0.33 g. 

30 EXAMPLE 17 

In this example, an active catalyst was prepared by reacting bis(pentamethyicyclopentadienyl)zirconlum 
dimethyl (40 mg) with tri(n-butyl)ammonium bls(7,8-dicarbaundecaboiiato)nickelate (ill) (45 mg) in toluene (30 
ml) in a serum-capped round-bottomed flasic. Ethylene was passed through the solution for one minute. The 
solution grew hot as polymer precipitated from solution. The fiask was opened and the contents diluted with 
35 acetone. The solid polymer was filtered off, washed with acetone and dried. The yield of Isolated polymer was 
0.48 g. 

EXAMPLE 18 

In this example, an active catalyst was prepared by suspending 100 mg of bis(methylcycIopentadjenyl)zirco- 
40 nium dihydride and 180 mg of N.N-dlmethylanliinium bis(7.8-dicarbaundecaborato) cobaltate(lii) in 100 ml of 
toluene In a 250 mi round bottomed flask capped with a rubber septum. Ethylene was bubbled through tiie 
solution for 10 minutes. The flask was opened, the contents poured Into hexane, filtered off and dried. The yield 
of polymer was 2.98 g. 

45 EXAMPLE 19 

In this example, an active catalyst was prepared by suspending 105 mg of bis[1,3-bis(trimethylsilyl)cy- 
clopentadienyI]zlrconium dimethyl and 90 mg of N.N-dlmethylanlllnlum bis(7,8-dlcarbaundecaborato)cobal- 
tate(lll) In 50 ml of toluene in a 100 ml round bottomed flask capped with a rubber septum. Ethylene was 
bubbled through the solution for 10 minutes. The flask was opened and the contents poured Into ethanol and 
50 evaporated. The yield of polymer was 2.7 g. 

EXAMPLE 20 

In this example, an active catalyst was prepared by stining 50 mg of bis(cyclopentadienyl)zirconium 
dimethyl and 90 mg of N.N-dimethylanillnium bis(7.8-<Jicarbaundecaborato)cobaltate(lll) In 50 mi of toluene In a 
55 100 ml round bottomed fiask capped with a rubber septum. On passing ethylene throught the solution, no 
obvious reaction was observed for one minute, after which a pronounced turbidity could be seen. After 10 
minutes, the flask was opened, the contents diluted with ethanol and evaporated. The yield of polymer was 1 .9 
g. 

60 EXAMPLE 21 

In this example, ethylene was polymerized by reacting 69 mg of bis(cyclopentadienyl)hafnlum dimethyl with 
90 mg of N,N-dlmethylanllInium bls(7,8-dlcarbaundecaborato)cobaitate(iil) in 50 ml of toluene in a 
septum-capped round bottomed flask. On passing ethylene through the solution, a pronounced turbidity 
appeared after 30 seconds as the solution grew hot. After 10 minutes, the solution was poured into acetone. 
65 and the polymer filtered off and dried. The yi€»ld of linear polyethylene was 2.2 g. . 
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EXAMPLE 22 

In this example, ethylene was polymerized by reacting 60 mg of bis(trimethylsnylcyc!opentadienyl)hafn:um 
dimethyl with 45 mg of N,N-dimethy!anll(nium bls(7,8-dicarbaundecaborato) cobaltate(ll!) in 5 ml of toluene ih a 
semm-capped vial. On passing ethylene through the solution, polymer formed as the mixture grew hot. After 1 
minute, the vial was opened and the content diluted with acetone and filtered off. The yield of linear 
polyethylene was 0.35 g. 

EXAMPLE 23 

In this example, ethylene and 1-butene were copolymerized in a toluene diluent by adding under a nitrogen 
atmosphere to a 1 liter stalntess-steel autoclave, previously flushed with nitrogen and containing 400 mi of dry, 
oxygen-free toluene, 35 ml of a toluene solution containing a catalyst prepared in situ from 50 mg of 
bls(cyclopentadlenyl)zlrconium dimethyl and 45 mg of N,N-dimethylanillnium bis{7,8-dicarbaundecaboratolco- 
baltate(lll). 1-Butene (200 ml) was added to the autoclave, which was further pressurized with 120 psig of 
ethylene. The autoclave was stirred at 50° for 30 minutes, then cooled and vented. The contents were dried 
under a stream of air. The weight of the polymer isolated was 44.7 g. The melting point of the polymer was 
117°C and analysis by Infra-red spectroscopy indicated that there were about 17 ethy! branches per 1000 
carbon atoms. 

EXAMPLE 24 

In this example, ethylene and 1-butene were copolymerized in a toluene diluent by adding under a nitrogen 
atmosphere to a 1 liter stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry, 
oxygen-free toluene. 50 ml of a catalyst solution In toluene containing 70 mg of bls(cyclopentadienyI)hafnium 
dimethyl and 45 mg of N.N-dimethylanillnium bis(7,8-dlcarbaundecaborato)cobaltate(lll). 1-Butene (200 ml) 
was added to the autoclave, which was further pressurized with 12- psig of ethylene. The autoclave was stirred 
at 50° for 20 minutes, then cooled and vented. The contents were dried under a stream of air. The yield of 
isolated polymer was 75.1 g. The melting point of the polymer was 109°C and analysis by Infra-red 
spectroscopy Indicated that there were about 29 ethyl branches per 1000 carbon atoms. 

EXAMPLE 25 

In this example, ethylene was polymerized by reacting 66 mg of 1-bls(cyclopentadlenyl)titana-3-dimethylsila- 
cyciobutane and 88 mg of N.N-dimethylanHlnium bls(7,8-dicarbaundecaborato) cotaltate(lil) in 25 ml of toluene 
in a serum-capped round-bottomed flask. The solution darkened on passage of ethylene through it After 10 
minutes, the flask was opened and the contents diluted with ethanol. The polymer was filtered off, wsehed with 
ethanol and acetone, and dried. The yield of polyethylene isolated was 0.09 g. 

EXAMPLE 29 

In this example, ethylene was polymerized by reacting 61 mg of 1-bls(cyclopentadienyl)zlrcona-3-dlmethyl- 
silacyclobutane and 87 mg of N.N-dlmethylaniiinium bis(7,8-dlcarbaunecaborato) cotaltate(lll) in 20 ml of 
toluene in a serum-capped round-bottomed flask. On passing ethylene through the solution, polymer 
precipitated as the solution grew warm. After 10 minutes, the vial was opened and the contents diluted with 
ethanol. The precipitate was filtered off, washed with ethanol, and dried. The yield of polyethylene Isolated was 
1.41 g. 

EXAMPLE 27 

In this example, ethylene was polymerized by reacting 82 mg of 1-bis(cyclopentadienyl)hafna-3-dimethylsila- 
cyclobutane and 88 mg of N,N-dimethylanllinium bis(7,8-dicarbaundecaborato] cobaltate(ill) In 20 ml of 
toluene in a serum-capped round-bottomed flask. On passing ethylene through the solution, polymer 
precipitated as the solution grew hot. After 5 minutes, the flask was opened and the contents diluted with 
ethanol. The polymer was filtered off, washed vWth ethanol, and dried. The yield of polyethylene Isolated was 
1.54 g. 

EXAMPLE 28 

In this example, ethylene was polymerized by reacting 67 mg of bis(cyclopentadienyl)zirconium(2,3-di- 
methyl-1,3-butadiene) and 88 mg of N.N-dimethylanllinium bis(7,8-dicarbaundecaborato) cobaltate(lll) in 50 ml 
of toluene In a serum-capped bottle. Ethylene was passed through the solution, which gradually grew warm. 
After 15 minutes, the bottie was opened and the contents diluted with ethanol. The polymer was filtered off, 
washed with ethanol, and dried. The yield of polymer isolated was 1.67 g. 

EXAMPLE 29 

In this example, ethylene was polymerized by reacting 40 mg of bls(cyclopentadienyl)hafnium(2,3-dlmethyi- 
1,3-butadlene) with 43 mg of N,N-dlmethylanil[nium bIs(7,8-d[cari3aundecaborato) cobaltate(lll) in 50 ml of 
toluene in a serum-capped bottle. Ethylene was passed through the solution, which became turbid within 30 
seconds. After 20 minutes, the bottle was opened and the contents diluted with ethanol. The solid polymer was 
filtered off, washed with ethanol. and dried. The yield of polyethylene Isolated was 0.43 g. 
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EXAMPLE 30 

In this example, ethylene was polymerized by reacting 55 mg of (pentamethylcyclopentadlenyl)(tetramethyl- 
eta'^-methylene -eta^-cyclopentadlenyljzlrconlum phenyl and 45 mg of N.N-dlmethylanlllnlum bls(7,8-dlcar- 
6 baundecaborato)cobaltate(ili) in 20 ml of toluene In a serum-capped round-bottomed flask. On passing 
ethylene through the solution, polymer formed almost Instantly and much heat was evolved. After 5 minutes, 
the flask was opened and the contents diluted with ethanol. The precipitate was filtered off. washeid with 
acetone, and dried. The yield of polyethylene Isolated was 0.55 g. 

10 EXAMPLE 31 

In this example, ethylene was polymerized by reacting 80 mg of (pentamethyicyclopentadlenyl)(tetramethyl- 
cyclopentadlenylmethylenelhafnlum benzyl and 60 mg of N,N-dimethylanillnlum bis(7,8-d!carbaundecabor- 
ato)cobaltate([ll) In 50 ml of toluene In a serum-Kjapped bottle. Ethylene was passed through the solution for 10 
minutes. Polymer precipitated as the solution grew warm. The bottle was opened and the contents diluted with 
15 ethanol. The solid polymer was filtered off. washed with acetone, and dried. The yield of polyethylene isolated 
was 0.92 g. . 

EXAMPLE 32 

In this example, ethylene was polymerized by reacting 0.42 g of bis(trimethyislIyicyciopentadienyl)hafnium 
20 dimethyl with 0.08 g N.N-dimethytanilinlum bl8(7,8-dicarbaundecaborato)cobaltate(lll) in 10 ml of toluene. A 
portion of this solution (0.4 mi) was injected under a pressure of 3000 bar of Isopar into an autoclave 
pressurized to 1500 bar with ethylene and heated to 160°. After 5 seconds the contents of the autoclave were 
discharged. Unear polyethylene (2.1 g) with a weight-average molecular weight of 144,000 and a molecular 
weight distribution of 2.9 was isolated. 
25 While the present Invention has been described and Illustrated by reference to particular embodiments 
thereof, it will be appreciated by those of ordinary skill in the art that the same lends itself to variations not 
ncessarily illustrated herein. For this reason, then, reference should be made solely to the appended claims for 
purposes of determining the true scope of the present Invention. 



Claims 

1 .Method for preparing a catalyst comprising the steps of : 

(a) combining, in a suitable solvent or diluent, at least one first compound consisting of a 
bis(cyclopentadienyl)metal compound containing at least one substituent capable of reacting with ei 
proton, said metal being selected from the group consisting of titanium, zirconium and hafnium and 
at least one second compound comprising a cation, capable of donating a proton, and an anion 
confining a plurality of boron atoms which Is bulky, labile and capable of stabilizing the metal cation 
fonned as a result of the reaction between the two compounds; 

(b) maintaining the contacting in step (a) for a sufficient period of time to permit the proton 
provided by the cation of said second compound to react with said substituent contained in said 
metal compound; and 

(c) recovering an active catalyst as a direct product or as a decomposltton product of one.or more 
of said direct products from Step (b). 

2. Method according to Claim 1 wherein said bls(cyclop6htadlenyl)metBl compound may be 
represented by the following general formulae: 

CA-.Cp)MXiX2 (A-Cp)ML and/or 

(A-Cp)MX'iX'2 (Cp*)(CpR)MXi 
Wherein: 

M is a metal selected from the group consisting of titanium (Tl), zirconium (Zr) and hafnium (Hf) ; (A-Cp) tsi 
either (Cp)(Cp*) or CP-A'-CP* and Cp and Cp* are the same or different substituted or unsubstituted 
cyclopentadienyl radicals, optionally two independently substituted or unsubstituted radicals; A' Is a 
covalent briding group containing a Qroup IV-A element; L Is an olefin, dioiefin or aiyne Ilgand; Xi and Xa 
are. independently, selected from the group consisting of hydride radicals.liydrocarbyl radicals, 
substituted-hydrocarbyl radicals, optionally two lower alkyi substltiients or two hydrides, organo-metal- 
iold radicals and the like; X'l and X'2 are joined and bound to the metal atom to form a metallacycle, In 
which the metal, X'l and X'2 form a hydrocarit)ocyclic ring containing from about 3 to about 20 carbon 
atoms; and R is a substituent on one of the cyciopentadienyi radicals which is also bound to the metal 
atom, 

3. Method according to Claim 1 or Claim 2 wherein said second compound may be represented by one 
of the following general formulae : 

[L'-Hl[(CX)a(BX')mX''b]c- 
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Wherein: 

L'-H Is either H + , ammonium or a substituted ammonium radical having up to 3 hydrogen atoms replaced . 
with a hydrocarbyl or substltuted-hydrocarbyl radical, a phosphonium or substituted-phosphonlurh 
radical having up to 3 hydrogen atoms replaced with a hydrocarbyl or substltuted-hydrocarbyl radical and ' 
the like; B and C are, respectively, boron and carbon; X, X' and X" are radicals selected, Independently, 5 
from the group consisting of hydride radicals, halide radicals, hydrocarbyl radicals, organo-metalloid 
radicals and the like; a and b are integers ^ 0; c is an Integer ^1;a+b + c = an even-numbered 
Integer from 2 to about 8 ; and m is an Integer ranging from 5 to about 22; and/or 

IL'-H][[[(CX3)a'(BX4)m'(X6)b']^-]2Mn+]d- 
Whereln: . . . / 10 

L'-H Is either H+, ammonium or a substituted ammonium radical having up to 3 hydrogen atoms replaced 
with a hydrocarbyl or substituted-hydrocarbyl radical, a phosphonium or substituted-phosphpnium 
radical having up to 3 hydrogen atoms replaced with a hydrocarbyl or substltuted-hydrocarbyl radical and 
the like; B. C, M and H are, respectively, boron, carbon, a transition metal and hydrogen; Xa. X* and Xs are 
radlcsds selected. Independently, from the group consisting of hydride radicals, halide radicals, 15 
hydrocarbyl radicals, organo-metallold radicals and the like; a' and b' are the same or a different Integer 
^ 0; c' Is an integer ^ 2; a + b' + c' « an even-numbered integer from 4 to about 8; m' is an integer 
from 6 to about 12; n Is an Integer such that 2c' - n = d ; and d Is an integer ^ 1 . 

4. Method according to any of the preceding claims wherein the contacting of step (a) Is accomplished 

at a temperature within the range from about -100** C to about 300° C, preferably at from 0 to 45,000 psig, 20 

5. Method according to any of the preceding claims wherein said second compound Is represented by . 
the general formula: 

[L'-H][(CH)ax(BH)bx]cx- 
Whereln: 

L'-H Is either H+, ammonium or a substltuted-ammonlum optionally tri-substituted radical having up to 3 ^ 
hydrogen atoms replaced with a hydrocarbyl or substltuted-hydrocarbyl radical, a phosphonium or . 
substituted-phosphonium radical having up to 3 hydrogen atoms replaced with a hydrocarbyl or ■ 
substltuted-hydrocarbyl radical and the like; B, C, and H are, respectively, boron, carbon and hydrogen; 
ax is either 0 or 1;cx Is either 2 or 1; ax + cx =» 2 ; and bx is an integer ranging from 10 to 12. 

6. Method according to Claim 8 wherein said second compound is selected from the group consisting 30 
of bls[tri(n-butyl) ammonium) dodecaborate and tri(n-butyl) ammonium 1-carbaundeca or 1-carbadode- 
caborate and said first compound is selected from the group consisting of bis(pentamethylcyclopentadie- 
nyl)zlrconium dimethyl, (pentamethylcyclopentadienyl) (cyclopentadlenyl)2irconlum dimethyl, and 
[1,3-bls(trfmethytsilyi)cyclopentadlenyl]zirconlum dimethyl. 

7. Method according to any of Claims 1 to 4 wherein said second compound is represented by the 3S 
following general formula: 

[L'.H][(CH)aY(BH)myHbyJcv- 
Wherein: 

L'-H is either H+, ammonium or a substltuted-ammonlum, optionally trI-substituted, radical having up to 3 
hydrogen atoms replaced with a hydrocarbyl or substltuted-hydrocarbyl radical, a phosphonium or 40 
substituted-phosphonium radical having up to 3 hydrogen atoms replaced with a hydrocarbyl or 
substltuted-hydrocarbyl radical and the like; B, C and H are, respectively, boron, carbon and hydrogen; ay 
is an integer from 0 to 2; by is an integer from 0 to 3; <^ Is an Integer from 0 to 3; ay + by -h cy - 4; and 
mx is an integer from 9 to 18. 

8. Method according to Claim 7 wherein said second compound is selected from the group consisting 45 
of tri(n-butyl) ammonium 7,8-dicarbaundecaborate and tri(n-butyi)ammonium trldecahydrido-7-carbaun- 
decaborate In which case preferably the first compound Is bls(pentamethylcyclopentadienyi}zirconium 
dimethyl and/or wherein L'-H is H+, preferably 7,8-dicarbaundecaborane(13) or octadecaborane(22) in 
which case optionally said first compound is selected from the group consisting of bis(pentamethycy- 
clopentadlenyi)zirconium dimethyl and bls(ethyltetramethylcyciopentadienyl)zlrconium dimethyl. 50 

9. Method according to any of Claims 1 to 4 wherein said second compound may be represented by the 
following general formula: 

[L'.H][[[(CH)az(BH)inzHbz]cz-l2MZnz+]dz. 

wherein: 

L'-H is either H+, ammonium or a substituted ammonium radical having up to 3 hydrogen atoms replaced 55 
with a hydrocarbyl or substltuted-hydrocarbyl radical, a phosphonium or substituted-phosphonium 
radical having up to 3 hydrogen atoms replaced with a hydrocarbyl or substltuted-hydrocarbyl radical and 
the like; B, C, H and MZ are, respectively, boron, carbon, hydrogen and a transition metal; az is an integer 
from 0 to 2; bz Is an integer from 0 to 2; cz Is either 2 or 3; mz Is an integer from 9 to 1 1 ; az + bz + 
cz » 4; and nzanddz are, respectively, 2&2or3&1. 60 
10. Method according to Claim 9 wherein said second compound Is N,l^imethylanillnium 
bis(undecahydrido-7.8-dlcarbaundecaborato) cobaltate(lli) and/or wherein said first compound is 
selected from the groups consisting of 1-bis(cyc!opentadlenyl)tltanla-3-dimethylsilacyclobutane, 
1-bis(cyclopentadienyl)zlrconia-3-dimethylsilacyclobutane, and 1-bis(cyclopentadienyl)hafna-3-dlmethyl- 
sllacyclobutane, bls(cyclopentadlenyl) zirconium (2.3-dimethyl-1,3-butadiene) and bis(cyclopentadlenyl) 65 
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hafnium(2,3-dimethyl)'1 ,3-butadiene), (pentamethyicyclopentadlenyl) (tetramethylcyciopentadienylme- 
thytene)2lrconlunn phenyl and (pentamethyicyclopentadlenyl) (tetramethylcyclopentadlenylme- 
thytene)hafnium benzyl; or wherein said second compound is selected from the group consisting of 
N,N-dlmethylanltinium bi8(7,8-dlcarbaundecaborato)nickelate(!ll) and N,N-dlmethylanillnlum bls(7,8-dh . 
carbaundecaborato) ferrate(lll) In which case preferably said first compound is bls(pentamethylcyclopen- 
tadlenyl)zirconium dimethyl. 

11. Method for polymerizing an a-olefln. a diolefin and/or an acetyienically unsaturated compound 
containing from 2 to about 18 carbon atoms either alone or In combination with one or more other 
monomers comprising the steps of : 

(a) contacting at a temperature within the range from about -100**C to about 300**C and at a 
pressure within the range from about 0 to about 45,000 psig. an olefin, diolefin and/or an 
acetyienically unsaturated monomer either alone or In combination with one or more other 
monomers in a suitable carrier, solvent or diluent with a catalyst prepared previously or In situ during 
polymerization by a method according to any of the preceding claims; 

(b) continuing the contacting of step (a) for a sufficient period of time to polymerize at least a 
portion of said olefin; 

(c) recovering a polymer product. 

1 2. A catalyst prepared by a method according to any of Claims 1 to 10. 

1 3. Polyoiefin produced in accordance with the method of claim 11. 

14. Composition of matter containing compounds represented by the following general formula: 
. (A"Cp)MXiB' 

Wherein: 

M is a metal selected from the group consisting of titanium (Ti) , zirconium (Zr) and hafnium (Hf ) ; (A-Cp) is 
either (Cp)(Cp*) or CP-A'-Cp* and Cp and Cp* are the same or different substituted or unsubstituted . 
cyciopentadienyi radicals; A' Is a covalent bridging group containing a Group IV-A element; Xi is selected 
from the group consisting of hydride radicals, hydrocarbyl radicals, orgaino-metalloid radicals and the iil<e; 
and B' is a compatible non-coordinating anion which may be represented by one of the following general 
fomfiulae: 

[(CX)a(BX')mX"blc- 
wherein: 

B and C are, respectively, boron and carbon; X and X' and X" are radicals selected. Independently, from 
the group consisting of hydride radicals, haiide radicals, hydrocarbyl radicals, organo-metalloid radicals 
and the lil<e; a and b are integers ^ 0; c is an integer g 1 ; 

a + b + c = an even-numbered integer from 2 to about 8; and m Is an Integer ranging from 5 to about 22; 
and34 

[[[(CX3)a'{BX4)m'(X6)b']<^'-]2Mn+]d. 
Wherein: 

B, C and M are, respectively, boron, carbon and a transition metal; Xs, X4 and Xe are radicals selected, 
Independently, from the group consisting of hydride radicals, haiide radicals, hydrocarbyl radicals, 
organo-metalloid radicals and the like; A' and b' are the same or a different Integer ^ 0; C is an Integer ^ 
2; a' + b' + c' B an even-numbered integer from 4 to about 8; mMs an integer from 6 to about 12; n Is an 
integer such that 2c' - n » d; and d Is an integer S; 1 . 

15. Composition of matter according to Claim 14 wherein (A-Cp) Is a bis(peralkyl-substltuted 
cyciopentadienyi); X is an alkyl group ; B' is (dodecahydrido-7,8-dicarbaundecaborato) and M is 
zirconium and wherein each of the all<yl groups in the peralkyl-substituted cyciopentadienyi radicals are, 
independently, C1-C20 alkyl radicals and the alkyl group is a C1-C20 alkyl radical, the peraikyi substitution 
being preferably pentamethyi or ethyitetramethyl and the alkyl radical being preferably a methyl radical. 
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